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Description 

RArKftROUND OF THE INVENTION 

5 Processes of bonding nonwcven f brous webs to thermoplastic films have been known for some time. Additionally, 
methods for extrusion laminating thermoplastic films to unstretched nonwcven webs are well known in the art. 

Relevant patents regarding extrusion lamination of unstretched nonwcven webs include U.S. Patent Nos. 
2,714,571; 3,058,863; 4,522,203; 4,614,679; 4,692,368; 4,753,840 and 5.035.941. The above '863 and 368 patents 
disclose stretching extruded polymeric films prior to laminating with unstretched nonwcven fibrous webs at pressure 

w roller nips. The '203 and '941 patents are directed to co-extruding multiple polymeric films with unstretched nonwoven 
webs at pressure roller nips. The '840 patent discloses preforming nonwcven polymeric fiber materials prior to extrusion 
laminating with films to improve bonding between the nonwcven fibers and films. More specifically, the '840 patent dis- 
closes conventional embossing techniques to form densified and undensified areas in nonwcven base plies prior to 
extrusion lamination to improve bonding between nonwoven fibrous webs and films by means of the densified fiber 

is areas. The '941 patent also teaches that unstretched nonwoven webs that are extrusion laminated to single ply poly- 
meric films are susceptible to pinholes caused by fibers extending generally vertically from the plane of the fiber sub- 
strate and, accordingly, this patent discloses using multiple co-extruded film plies to prevent pinhole problems. 
Furthermore, methods for bonding loose nonwoven fibers to polymeric film are disclosed in U.S. Patent Nos. 3.622,422; 
4,379.192 and 4,725,473. 

20 It has also been known to stretch nonwcven fibrous webs using intermeshing rollers to reduce basis weight and 
examples of patents in this area are U.S. Patent Nos. 4, 1 53,664 and 4,51 7,71 4. The '664 patent discloses a method of 
incremental cross direction (CD) or machine direction (MD) stretching nonwoven fibrous webs using a pair of interdigi- 
tating rollers to strengthen and soften nonwcven webs. The '664 patent also discloses an alternative embodiment 
wherein the nonwcven fibrous web is laminated to the thermoplastic film prior to intermesh stretching. 

25 W092/15444 describes a method and apparatus for incrementally stretching laminate webs to impart elasticity 
thereto in the direction of initial stretching. The laminate webs comprise a stretchable and elastomeric first piie and an 
elongatable second plie. Intermittently or continuously banded to each other. During stretching the peripheral edges of 
the laminate web are restrained to prevent inward contraction in a direction parallel to the stretching direction. In the 
illustrated embodiment the first plie is in the form of patches and the second plie is one layer of a diaper sheet. The 

30 stretching produces elasticated areas in the diaper which are located in the illustrated embodiment in the legband and 
waistband regions. 

US Patent No. 4843741 describes a disposable garment such as a diaper with an outer sheet of drawable fabric 
and elastic elements affixed in relaxed condition to a web of outer sheet fabric. Trie web is stretched and drawn either 
in the areas of elastic element attachment or throughout as a result of which the web fibers are permanently elongated. 
35 Upon relaxation shirrs or gathers are formed in the web fibres adjacent the elastic elements. 

There is a continuing need for improved laminates of nonwoven fibrous substrates in plastic films that provide suf- 
ficient absorbency and softness. It would be very desirable to further improve the properties of such laminates and to 
expand their utilities in articles of clothing and other useful products. Improvements are also desirable in methods of 
producing such laminates on high speed production machinery. 

40 

SUMMARY QF TH5 INVENTION 

This invention is directed to an elastic laminated sheet of a nonwcven fibrous web and an elastomeric film. The 
term "elastic" is used in the specification and claims as meaning stretchable under force and recoverable to its original 

45 or essentially original form upon release of that force. Trie fibrous web has a multitude of f bers extending outwardly 
from the laminated surface that are formed by incremental stretching of the laminated sheet along lines substantially 
uniformly across the laminated sheet and throughout its depth. The laminated elastomeric film is stretchable and recov- 
erable, having a permanent set after stretching to 50% of no more than 10%, to provide elasticity to the laminated sheet. 
This invention also provides a method for producing the elastic laminate on high speed production machinery at line 

so speeds of about 2.5 m/s (500 fpm). Thus, this invention provides for laminates of nonwcven fibrous substrates and elas- 
tomeric films that have sufficient absorbency and softness with new properties of stretchability and reccverability. The 
unique laminates and properties enable the laminated sheet to be used for many purposes including particularly arti- 
cles of clothing where stretchability and reccverability are significant properties. 

The elastic laminated sheet comprises a nonwcven fibrous web and an elastomeric film laminated to at least one 

55 web surface. The elastomeric film may be on one side of the nonwcven or between the nonwovens to form the elastic 
laminate. The laminate is incrementally stretched along lines substantially uniformly across its length and width and 
throughout its depth to form a stretchable and recoverable composite. Thus, stretched zones may be separated or bor- 
dered by unstretched zones in the laminate to provide elasticity to the laminate. Elasticity in the composite is mainly 
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attributable to the elastic film. Under elongation or deformation forces, the laminate is stretchable and thus would con- 
form, for example, to parts of the body when employed as a fabric in an article of clothing. Similarly, with the unique 
property of elastic recovery, the laminate will essentially return to its original state. Furthermore, it may be repeatedly 
subjected to stretching and recovery. 

5 In a most preferred form, the method of this invention involves lamination by extrusion or adhesion of the nonwoven 
fibrous web to the elastomeric film. Preferably the method may be conducted on high speed production machinery on 
the order of about 500 fpm. It involves inline lamination and incremental stretching. More specifically, a nonwoven 
fibrous web is introduced into a nip of rollers for extrusion lamination with an elastomeric film. An elastomeric extrudate 
is extruded into the nip at a temperature above its softening point to form a film laminated to the fibrous web. The com- 

io pressive force between the f brous web and extrudate at the nip is controlled to bond one surface of the web to the film 
to form the laminate. As indicated above, the laminate or composite may also be formed by adhesively bonding the 
fibrous web to the elastomeric film. The thus formed laminate is then incrementally stretched along lines substantially 
uniformly across the laminate and throughout its depth to provide an elastic laminated sheet. By applying an incremen- 
tal stretching force to the laminated sheet, both the web and the film are stretched. Upon removing the stretching force 

15 from the laminated sheet, the elastic film recovers its shape and fibers of the web are thereby caused to extend out- 
wardly from the bonded web surface to give loft to the laminated sheet. 

Other benefits, advantages and objectives of this invention will be further understood with reference to the following 
detailed description. 

20 DETAILED DESCRIPTION 

It is a primary objective of this invention to produce an elastic laminated sheet of a nonwoven f brous web and an 
elastomeric film on high speed production machinery to produce recoverable and stretchable laminates. It is a further 
objective to produce such laminates having satisfactory bond strengths while maintaining the appearance of fabric and 

25 soft feel. As developed above, these and other objectives are achieved in preferred form of the invention by first incre- 
mentally stretching a laminated sheet of nonwoven fibrous web and elastomeric film along lines substantially uniformly 
across the laminate and throughout its depth. It has been found, by incrementally stretching the laminate, that an elastic 
sheet material is produced where the fibrous web is bonded to the elastomeric film, yet the sheet is stretchable and 
recoverable to essentially its original state. Furthermore, it has been found that such a laminated composite may be 

30 made by extrusion and stretching inline in order to achieve production speeds on the order of about 500 fpm. The elastic 
laminate in one form is characterized by being impervious to the passage of fluid by virtue of the elastomeric film while 
maintaining a soft feel on the fibrous web surface of the laminate. Alternatively, various degrees of vapor or air perme- 
ability may be achieved in the laminate or composite by providing mechanical microvoids, for instance. In a preferred 
form, the elastic laminate of this invention has the desirable feature of soft feel to achieve utility in a number of applica- 

35 tions including diapers, pants, surgical gowns, sheets, dressings, hygienic products and the like. 

A. Materials for the Laminate 

The elastomeric film preferably is of the polyolef in type that is processable into a film for direct lamination by melt 
40 extrusion onto the fibrous web in one embodiment. Suitable elastomeric polymers may also be biodegradable or envi- 
ronmentally degradable. Suitable elastomeric polymers for the film include poly(ethylene-butene), poly(ethylene-hex- 
ene). poly(ethylene-octene), pdy(ethylene-propylene),poly(styrene-butadiene-styrene), poly(styrene-isoprene- 
styrene), poly(styrene-ethylene-butylene-6tyrene), poly(ester-ether), poly(ether-3/nide). polyfetriylene-vinylacetate), 
poly(ethylene-methylacrylate), poly(ethylene-acrylic acid), polyethylene butylacrylate), polyurethane, polyethylene- 
45 propylene-diene), ethylene-propylene rubber. A new class of rubber-like polymers may also be employed and they are 
generally referred to herein as polyolef ins produced from single-cite catalysts. The most preferred catalysts are known 
in the art as metallocene catalysts whereby ethylene, propylene, styrene and other olefins may be polymerized with 
butene, hexene, octene, etc., to provide elastomers suitable for use in accordance with the principles of this invention, 
such as poly(ethylene-butene), poly(ethylene-hexene). poly(ethylene-octene), poly(ethylene-propylene) and/or polyde- 
so fin terpolymers thereof. 

The nonwoven fibrous web may comprise f toers of polyethylene, polypropylene, polyesters, rayon, cellulose, nylon, 
and blends of such f foers. A number of definitions have been proposed for nonwoven fibrous webs. The fibers are usu- 
ally staple fibers or continuous filaments. As used herein "nonwoven fibrous web" is used in its generic sense to define 
a generally planar structure that is relatively flat flexible and porous, and is composed of staple fibers or continuous f il- 
55 aments. For a detailed description of nonwovens. see "Nonwoven Fabric Primer and Reference Sampler" by E. A. 
Vaughn, Association of the Nonwoven Fabrics Industry, 3d Edition (1992). The nonwovens may be carded, spun 
bonded, wet laid, air laid and melt blown as such products are well known in the trade. 

In a preferred form, the elastic laminated sheet employs an elastomeric f am having a gauge or a thickness between 
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about 6.5 to 250 urn (0.25 and 10 mis) and, depending upon use, the film thickness will vary and, most preferably, in 
disposable applications is the order of about 6.5 to 50 pm (0.25 to 2 mils) in thickness. The nonwoven f forous webs of 
the laminated sheet normally have a weight of about 8 to 50 g/m 2 (10 grams per square yard to 60 grams per square 
yard) preferably about 17 to 33 g/m 2 (20 to about 40 grams per square yard). When employing adhesive lamination. 

5 adhesives such as hot melt adhesive, water base adhesive or solid base adhesive may be used. The composite or lam- 
inate can be incrementally stretched in the cross direction (CD) to form a CD stretchable and recoverable composite. 
Furthermore, CD stretching may be followed by stretching in the machine direction (MD) to form a composite which is 
stretchable and recoverable in both CD and MD directions. As indicated above, the composite or laminate may be used 
in many different applications such as baby diapers, baby training pants, catamenial pads and garments, and the like 

10 where stretchable and recoverable properties, as well as fluid barrier properties are needed. 

B. Stretchers For the Laminates 

A number of different stretchers and techniques may be employed to stretch the starting or original laminate of a 
is nonwoven fibrous web and elastomeric film. Laminates of nonwoven carded fibrous webs of staple fibers or nonwoven 
spun-bonded f forous webs may be stretched with the stretchers and techniques described as follows: 

1. Diaoonal Intermeshlng Stretcher 

20 The diagonal inter meshing stretcher consists of a pair of left hand and right hand helical gear-like elements on par- 
allel shafts. The shafts are disposed between two machine side plates, the lower shaft being located in fixed bearings 
and the upper shaft being located in bearings in vertically slidable members. The slidable members are adjustable in 
the vertical direction by wedge shaped elements operable by adjusting screws. Screwing the wedges out or in will move 
the vertically slidable member respectively down or up to further engage or disengage the gear-like teeth of the upper 

25 intermeshing roll with the lower intermeshing roll. Micrometers mounted to the side frames are operable to indicate the 
depth of engagement of the teeth of the intermeshing roll. 

Air cylinders are employed to hold the slidable members in their lower engaged position firmly against the adjusting 
wedges to oppose the upward force exerted by the material being stretched. These cylinders may also be retracted to 
disengage the upper and lower intermeshing rolls from each other for purposes of threading material through the 

so intermeshing equipment or in conjunction with a safety circuit which would open all the machine nip points when acti- 
vated. 

A drive means is typically utilized to drive the stationery intermeshing roll. If the upper intermeshing roll is to be dis- 
engageable for purposes of machine threading or safety, it is preferable to use an antibacWash gearing arrangement 
between the upper and lower intermeshing rolls to assure that upon reengagement the teeth of one intermeshing roll 
35 always fall between the teeth of the other intermeshing roll and potentially damaging physical contact between adden- 
dums of intermeshing teeth is avoided. If the intermeshing rolls are to remain in constant engagement, the upper 
intermeshing roll typically need not be driven. Drive may be accomplished by the driven intermeshing roll through the 
material being stretched. 

The intermeshing rolls closely resemble fine pitch helical gears. In the preferred embodiment, the rolls have 15.075 
40 cm (5.935") diameter, 45° helix angle, a 0.254 cm (0. 100") normal pitch, 30 diametral pitch, 141/2° pressure angle, and 
are basically a long addendum topped gear. This produces a narrow, deep tooth profile which allows up to about 0.230 
cm (0.090") of intermeshing engagement and about 0.013 cm (0.005") clearance on the sides of the tooth for material 
thickness. The teeth are not designed to transmit rotational torque and do not contact metal-to-metal in normal 
intermeshing stretching operation. 

45 

7. Cross Direction Intermeshing Stretcher 

The CD intermeshing stretching equipment is identical to the diagonal intermeshing stretcher with differences in 
the design of the intermeshing rolls and other minor areas noted below. Since the CD intermeshing elements are capa- 

so ble of large engagement depths, it is important that the equipment incorporate a means of causing the shafts of the two 
intermeshing rolls to remain parallel when the top shaft is raising or lowering. This is necessary to assure that the teeth 
of one intermeshing roll always fall between the teeth of the other intermeshing roll and potentially damaging physical 
contact between intermeshing teeth is avoided. This parallel motion is assured by a rack and gear arrangement wherein 
a stationary gear rack is attached to each side frame in juxtaposition to the vertically slidable members. A shaft 

55 traverses the side frames and operates in a bearing in each of the vertically slidable members. A gear resides on each 
end of this shaft and operates in engagement with the racks to produce the desired parallel motion. 

The drive for the CD intermeshing stretcher must operate both upper and lower intermeshing rolls except in the 
case of intermeshing stretching of materials with a relatively high coefficient of friction. The drive need not be antiback- 
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lash, however, because a small amount of machine direction misalignment or drive slippage will cause no problem. The 
reason for this will become evident with a description of the CD intermeshing elements. 

The CO intermeshing elements are machined from solid material but can best be described as an alternating stack 
of two different diameter disks, in the preferred embodiment, the intermeshing disks would be 15.25 cm (6")in diameter, 
5 0.079 cm (0.031 "Jthick, and have a fuil radius on their edge. The spacer disks separating the intermeshing disks would 
be 14 cm (5 1/21 in diameter and 0.175 cm (0.069") in thickness. Two rolls of this configuration would be able to be 
irrtermeshed up to 0.587 cm (0.231 ") leaving 0.048 cm (0.01 9") clearance fa material on all sides. As with the diagonal 
intermeshing stretcher, this CD intermeshing element configuration would have a 0.254 cm (0.100") pitch. 

10 3. Machine Dir ection IntermeshlnQ Stretcher 

The MD intermeshing stretching equipment is identical to the diagonal intermeshing stretch except for the design 
of the intermeshing roils. The MD intermeshing rolls closely resemble fine pitch spur gears. In the preferred embodi- 
ment, the rolls have a 15.070 cm (5.933") diameter, 0.254 cm (0.100") pitch, 30 Diametral pitch, 14 1/2° pressure angle, 
is and are basically a long addendum, topped gear. A second pass was taken on these roils with the gear hob offset 0.0 
254 cm (0.010") to provide a narrowed tooth with more clearance. With about 0.0230 cm (0.090") of engagement, this 
configuration will have about 0.025 cm (0.01 0") clearance on the sides for material thickness. 

4. Incremental Stretching Technique 

20 

The above described diagonal, CD or MD intermeshing stretchers may be employed to produce the incrementally 
stretched laminate of nonwoven fibrous web and elastomeric film of this invention. The stretching operation is usually 
employed on an extrusion laminate of a nonwoven fibrous web of staple fibers or spun-bonded filaments and elasto- 
meric film. In one of the unique aspects of this invention an elastic laminate of a nonwoven fibrous web of spun-bonded 

25 filaments may be incrementally stretched to provide a very soft fibrous finish to the laminate that looks like carded fibers 
with superior bond strengths. The laminate of woven f forous web and elastomeric film is incrementally stretched using, 
for instance, the CD intermeshing stretcher with one pass through the stretcher with a depth of roller engagement at 
about 0.230 to 0.305 cm (0.090 inch to 0.120 inch) at speeds from about 2.5 to 5.0 m/s (500 fpm to 1000 fpm)or faster. 
The results of such CD incremental or intermesh stretching produces laminates or composites that have excellent 

30 stretchability and recoverability and yet provide superior bond strengths and soft fibrous textures. 

DETAILED EXAMPLES OF THE INVENTION 

The following examples illustrate the elastic laminates of this invention and methods of making them. In light of 
35 these examples and this further detailed description, it is apparent to a person of ordinary skill in the art that variations 
thereof may be made without departing from the scope of this invention. 

The invention is further understood with reference to the drawings in which: 

Fig. 1 is a schematic of an inline extrusion lamination and incremental stretching apparatus for making the laminate 
40 of this invention. 

Fig. 2 is a cross sectional view taken along the line 2-2 of Fig. 1 illustrating the intermeshing rollers in diagrammatic 
form. 

Fig. 3 is a magnified diagrammatic sketch in cross-section of a nonwoven fibrous web laminated to the elastomeric 
film before stretching. 

45 Fig. 4 is a magnified diagrammatic sketch of the laminate of Fig. 3 after incremental stretching to provide a com- 
posite where the fibers of the web are caused to extend outwardly from the surface to give high loft to the laminated 
sheet that is stretchable and recoverable according to the principles of this invention. 
Fig. 5 is a graph demonstrating the elongation properties of comparative examples. 

Fig. 6 is a graph demonstrating the elongation properties of elastic laminated sheets of this invention for compari- 
so son with comparative extrusion laminated composites. 

(COMPARATIVE EXAMPLES M and 11-2 

Extrusion lamination of low density polyethylene (LDPE) film to a nonwoven fibrous web was made for direct com- 
55 parison with an elastic extrusion laminate that was incrementally stretched according to this invention. 
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Extrusion Laminate of Nonwoven Fib rous Web and Thermoplastic Rim (Without Incremental Stretching) 

Two carded polypropylene nonwoven fibrous webs of 21 .7 g/m 2 (26 grams/yd 2 ) weight were laminated by extrusion 
of a LDPE thermoplastic film with a density of 0.914 g/cc at one mil between the webs according to the comparative 

5 extrusion lamination technique as shown in the extrusion lamination section of Fig. 1 . As shown schematically in. Fig. 
1, the incoming webs 9,9 from rollers 13, 13 were introduced into the nip or a rubber roll 5 and a metal roll 4. The LDPE 
film 3 from extruder 1 was extruded through die 2 into the nip while the two carded fibrous webs 9,9 were introduced. 
Typically, at speeds over 2.5 m/s (500 fpm) in this extrusion lamination section, the polyethylene film 3 on the order of 
about 6.5 to 250 pm (0.25 to 10 mils) in thickness is laminated at mett temperatures on the order of about 260-330°C 

w (500-625°F) to form the laminate 12 which is taken off at roller 7. The compressive force at the nip is controlled such 
that the webs are bonded to the poiyolef in film to avoid pinholing and preserve the fibrous feel on the fiber surfaces of 
the laminate 12. Pressures on the order of about 70 to 550 kN/m 2 (10 to 80 psi) are sufficient to achieve satisfactory 
bond for fibrous webs of about 8 to 50 g/m 2 (10 to 60 grams/yd 2 ). In this example, the laminate is tested for its stretch- 
ability using an Instron Tensile Tester. A 2.54 cm (one inch) strip cut along its cross machine direction (CD) is stretched 

is at 50 cm/m (207min). This composite breaks at 45% elongation with an ultimate tensile strength (broken strength) of 
607 kg/m (3.4 pounds per inch). This composite is not a stretchable and recoverable composite upon stretching and 
releasing of the stretch force. This is demonstrated in Fig. 5, (Comparative Example 1-1). 

i-2. Extrusion Laminate of Nonwoven Fibrous Web and Thermoplastic Rim With Incremental Stretching 

20 

When the composite of Comparative Example 1-1 is incrementally stretched with reference to the incremental 
stretched section of Fig. 1, the composite can then be stretched to more than 50% elongation. The stretchingoperation 
is schematically shown where the incoming web 12 was passed through the CD stretcher rollers 10 and 1 1 at a depth 
of roller engagement at about 0.254 cm (0.1 00 inch) at about 2.5 m/s (500 fpm.) The intermeshing rollers 10 and 1 1 are 

25 diagrammaticaily shown in Fig. 2 to illustrate the uniform stretching along lines across the laminate and through the 
depth of the laminate. The elastic property of the modified composite is then tested according to its stress (tensile face) 
and strain (elongation) by using an Instron Tensile Tester (see Fig. 5, Example I-2). The permanent set of this modified 
composite when stretched to 50% is 20% (see Rg. 5. Example I-2). "Permanent set" means the final unrecoverable 
dimension of the composite after being stretched. This non-elastic laminate is not a satisfactory stretchable and recov- 

30 erable composite. 

EXAMPLE II Elastic Laminate of incrementally Stretched Nonwoven Rbrous Web and Elastomerlc Rim 

In this Example the same procedures are followed as for Example I, except the plastic used in extrusion lamination 
35 was DOW Chemical's etastomeric incite resin XU 51800.51 with a density of 0.870 grams per cubic centimeter. This 
new elastomeric resin is manufactured by using ethylene and octene comonomer with a new metallocene catalyst 

The elastic laminate made in this Example, when CD incrementally stretched using an engagement of 0.254 cm 
(0.100") is soft, stretchable and recoverable when compared to the laminate made according to Example 1-1, except 
having a density of 0.870 g/cc. Table 1 and Figure 6 show the detailed differences. The permanent set of the Example 
40 1-1 when stretched to 50% (Rgure 6. dotted curve 1), 75% (Figure 6, dotted curve 2)), and 1 00% (Rgure 6, dotted curve 
3) are 10%, 26% and 38%, respectively. However the laminate becomes much softer and elastic according to this inven- 
tion under less force when stretched to 50% (Figure 6. solid curve 4), 75% (Rgure 6, solid curve 5) and 100% (Figure 
6, solid curve 6) are 6%, 18% and 24%, respectively. In its most preferred form, the permanent set of the laminate is no 
more than about 10% of its original dimension after first stretching to about 50% of its original shape. 
45 The force required to stretch the laminate of Example 1 1 according to this invention is less than the comparative lam- 
inate (see Table 1). The recovery after releasing the force upon stretching is higher (or the permanent set is lower) with 
the laminate of this invention when compared to the comparative laminate. The product according to this invention will 
be suitable for diaper application such as the training pant or elastic waist and leg where the recoverable elastic sheet 
is needed. 

so The high loft of the stretched elastic laminate is diagrammaticaily shown (Rg. 4) with reference to one side of the 
laminate before stretching (Rg. 3). The elastomeric film 3 is bonded to the surface fibers 20 of the web 9 in the extrusion 
lamination section of Fig. 1. to produce a laminate 12 where only one side is diagrammaticaily shown in Rg. 3. After 
incremental stretching, the fibers of the web 9 are caused to extend outwardly and provide a high loft of f bers to the 
laminate 1 3 as diagrammaticaily shown on one side in Rg. 4. The elastomeric film recovers its original or substantially 

55 original shape after stretching, whereas the web after stretching will increase in thickness and softness. This is one of 
the unique features of the laminate and method of this invention. 
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Table 1 







COMPARATIVE LAMINATE 


LAMINATE OF THIS INVENTION 


5 


TOTAL COMPOSITE 
WEIGHT g/m 2 (G/YD 2 ) 




57(68) 






47(56) 






BOND STRENGTH 
(G/1N) 




TOTAL BOND 




TOTAL BOND 


10 


STRETCHED TO AN 
ELONGATION SPECI- 
FIED (%) 


50 


75 


100 


50 


75 


100 


15 


FORCE REQUIRED TO 
STRETCH TO THE 
SPECIFIED ELONGA- 
TION kg/m (LBS/IN) 


31.2 (1.75) 


58.2 (2.05) 


375(2.10) 


16.1 (0.9) 


25.9(1.45) 


33.97(1.90) 


20 


PERMANENT SET 
AFTER THE 
STRETCHING TO THE 
SPECIFIED ELONGA- 
TION (%) 


10 


26 


38 


6 


18 


24 


25 


TENSILE STRENGTH 
AT 10% ELONGATION 
(LBS/IN) 


16.1 (0.90) 


15.2 (0.85) 


13.4 (0.75) 


2.7(0.15) 


2.7(0.15) 


2.7(0.15) 



Example HI 

30 

Two 28.5 g/m 2 (34 grams per square yard) of carded polypropylene nonwoven are extrusion laminated to an elas- 
tomeric film by using an elastomeric blend of styrene-butadiene-styrene block copolymer and EVA copolymer. The mid- 
dle layer of the elastomeric film is at 50 urn 2.0 mils. The composite so produced is then CD incrementally stretched by 
using an engagement of 0.254 cm (0.100"). The incrementally stretched laminate according to this invention becomes 
35 more stretchable and recoverable upon stretching and releasing of the force when compared to the comparative lami- 
nate of the above same elastomer composition without stretching. The force required to stretch the composite accord- 
ing to the invention is also lower. The results are shown in Table 2. 





COMPARATIVE LAMINATE 


LAMINATE OF THIS INVENTION 


Stretch to an elongation 


50 


75 


100 


50 


75 


100 


specified at (%) 














Force required to 


22.3 (1.25) 


35.7 (2.0) 


42.8 (2.4) 


4.5(0.25) 


6.3 (0.35) 


8.0 (0 .45) 


stretch to the specified 














elongation kg/m (lbs/in) 














Permanent set after 


15 


20 


26 


6 


10 


12 


stretching force is 














released (%) 















Example |V 

55 A 34.4 g/m 2 (41 grams per square yardjcarded polypropylene nonwoven is extrusion laminated by using an EPDM 
elastomer. This laminate is then CD incrementally stretched with a CD stretcher engagement of 0.254 cm (0.100"). The 
laminate becomes soft, stretchable and recoverable upon stretching and releasing of the stretch force and may be com- 
pared to the comparative laminate of same composition without incremental stretching as shown in the test results of 
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Table 3. 



Table 3 





COMPARATIVE LAMINATE 


LAMINATE OF THIS INVENTION 


Stretch to an elongation speci- 
fied at (%) 


50 


75 


100 


50 


75 


100 


Force required to stretch to the 
specified elongation kg/m 
(lbs/in) 


21.4(1.2) 


26.8 (1.5) 


28.6(1.6) 


8.9 (0.5) 


12.5 (0.7) 


16.1 (0.9) 


Permanent set after stretching 
force is released (%) 


10 


18 


24 


9 


15 


17 



ExampteV 

A Scot carded polypropylene nonwoven with 25.2 g/m 2 (30 grams per square yard) and 50 um (2.0 mils)of EPDM 
film is adhesively laminated by using an H. P. Fuller's EVA hot melt adhesive 2835. This laminated sheet is then incre- 
mentally stretched by using the CD stretcher at 0.254 cm (0.100") engagement to produce a soft and elastic sheet A 
comparative laminate of the same composition without incremental stretching was also run. Table 4 shows the test 
results. 



TabJe4 





COMPARATIVE LAMINATE 


LAMINATE OF THIS INVENTION 


Stretch to an elongation speci- 
fied at (%) 


50 


75 


100 


50 


75 


100 


Force required to stretch to the 
specified elongation kg/m 
(lbs/in) 


39.3 (2.2) 


46.4 (2.6) 


50.0 (2.8) 


16.6 (0.9) 


26.8(1.5) 


35.0 (2.0) 


Permanent set after stretching 
force is released (%) 


8 


19 


25 


6 


14 


18 



Example VI 

A DuPont sontara polyester fabric grade 8000 is extrusion laminated to DuPont polyester elastomer (Hytrel 8206) 
at 25 um 1.0 mil). The laminated sheet is then CD incrementally stretched by a CD incremental stretcher with an 
engagement of 0.254 cm (0.1 00")to produce a soft, elastic, stretchable and recoverable composite. A comparative lam- 
inate of the same composition without incremental stretching was also run. Table 5 shows the test results. 



Tables 





COMPARATIVE LAMINATE 


LAMINATE OF THIS INVENTION 


Stretch to an elongation specified at (%) 


50 


75 


100 


50 


75 


100 


Force required to stretch to the specified 
elongation kg/m (lbs/in). 


28.6 1.6 


39.3 2.2 


53.6 3.0 


12.5 0.7 


14.3 0.8 


19.61.1 


Permanent set after stretching force is 
released (%) 


18 


32 


42 


8 


17 


23 



Example VII 

A DuPont sontara polyester fabric grade 8000 is adhesive laminated to DuPont hytrel 8206 at 25 um (1.0 mil) by 
using H. B. Fuller EVA hot melt adhesive 2835. The adhesive laminated sheet is then CD incrementally stretched by 
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using a CD engagement of 0.20 cm (0.08T followed with a MD stretching by using an engagement also of 0.20 cm 
(0.08"). The laminate is both a CD and MD stretchable and recoverable elastic composite. A comparative laminate of 
the same composition without incremental stretching was also run. The test results are shown on Table 6. 
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Example VIII 

Exxon's Exact polymer type 401 1 of ethylene and octene manufactured by using a Metallocene catalyst at a *den- 
sity of 0. 885g/cc extrusion laminated to Duponf s polyester sontara fabric grade 8000. 

This extrusion laminated sheet is then CD incrementally stretched with an engagement of 0.229 cm (0.090") fol- 
lowed with MO incremental stretching with an engagement of 0.165 cm (0.065"). The laminate is both CD and MD 
stretchable and recoverable. A comparative laminate of the same composition without incremental stretching was also 
run. Table 7 shows the test results. 



Table 7 





COMPARATIVE LAMINATE 


LAMINATE OF THIS INVENTION 


Stretch to an elongation 


50% 


75% 


100% 




50% 


75% 




100 


specified at (%) 


























Direction 


MD 


CD 


MD 


CD 


MD 


CD 


MD 


CD 


MD 


CD 


MD 


CD 


Face required to stretch 


NA* 


24.1 


NA* 


31.2 


NA* 


42.8 


13.4 


13.4 


18.7 


16.1 


22.3 


18.7 


to the specified elonga- 




1.35 




1.75 




2.40 


0.75 


0.75 


1.05 


0.9 


1.25 


1.05 


tion kg/m (lbs/in) 


























Permanent set after 


NA* 


15 


NA* 


34 


NA* 


47 


10 


10 


20 


20 


26 


30 


stretching 



























"NA - the material broke at 45% elongation 



The above data and experimental results demonstrate the unique stretchable and recoverable properties of the 
elastic laminated sheets of this invention. 

Claims 

1 . An elastic laminated sheet of a nonwoven fibrous web and an elastomeric film comprising an elastomeric film (3) 
and a nonwoven fibrous web (9) laminated to a surface of the film to provide the laminated sheet (1 2), the laminated 
sheet (12) having a multitude of fibers extending outwardly from the laminated surface formed by incremental 
stretching of the laminated sheet (12) along lines substantially uniformly across the laminated sheet (12) and 
throughout its depth, the laminated sheet (12) being stretchable and recoverable, and having a permanent set after 
being stretched to 50% of its original shape of no more than 10%. 

2. An elastic laminated sheet as claimed in Claim 1 formed by extrusion or adhesive lamination. 

3. An elastic laminated sheet as claimed in either Claim 1 or Claim 2 incrementally stretched in a cross direction to 
form a stretchable and recoverable composite in said cross direction. 

4. An elastic laminated sheet as claimed in any preceding claim incrementally stretched in both its cross direction and 
longitudinal direction to form a stretchable and recoverable composite which is stretchable and recoverable in both 
said cross and longitudinal directions. 

5. An elastic laminated sheet as claimed in any preceding claim wherein a nonwoven fibrous web (9) is laminated to 
both surfaces of the film (3) to provide the laminated sheet (12). 

6. A method of making an elastic laminated sheet of a nonwoven fbrous web and an elastomeric film comprising 
introducing a nonwoven fibrous web (9) and an elastomeric film (3) into a bonding station (4,5), controlling the com- 
pressive force between the web and f Urn at the bonding station to bond a surface of the web (9) to the film (3) to 
form a laminated sheet (1 2), the laminated sheet being elastic and having an original shape, applying an incremen- 
tal stretching force to the laminated sheet (12) along lines substantially uniformly across the laminated sheet and 
throughout its depth to stretch the web (9) and the film (3) to at least 50% of its original shape removing the stretch- 
ing force from the laminated sheet (12) whereby the elastomeric film (3) substantially recovers its shape, the sheet 
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has a permanent set of no more than 10%, and fibers of the web (9) are thereby caused to extend outwardly from 
the bonded web surface to give loft to the laminated sheet (12). 

7. A method as claimed in Claim 6 wherein the bonding station is a nip of rollers and wherein the laminated sheet is 
s formed by extrusion or adhesive lamination. 

8. A method as claimed in either Claim 6 or Claim 7 wherein the bonding station is a nip of rollers (4,5) and film (3) is 
bonded to the web (9) at the nip by extruding an elastomeric extrudate at a temperature above its softening point 
into the nip to form a film for bonding with the web. 

10 

9. A method as claimed in either Claim 6 or Claim 7 comprising the further steps of extruding the film (3) into a nip of 
rollers (4,5) for extrusion lamination with the nonwoven fibrous web (9) by introducing the web into the nip and sub- 
sequently incrementally stretching inline the laminate (12). 

is 10. A method as claimed in either Claim 6 or Claim 7 wherein the film (3) is bonded to the web (9) by means of adhe- 
sive. 

11. A method as claimed in any one of Claims 6 to 10 wherein the incremental stretching of the sheet (12) is in a cross 
direction to form a stretchabie and recoverable composite in the cross direction. 

20 

12. A method as claimed in any one of Claims 6 to 1 1 wherein the incremental stretching of the sheet (12) is in both 
the cross direction and longitudinal direction to form a stretchabie and recoverable composite which is stretchabie 
and recoverable in both said cross and longitudinal directions. 

25 13. An elastic laminated sheet as claimed in any one of Claims 1 to 5 or a method as claimed in any one of Claims 6 
to 1 2 wherein the fibrous web (9) comprises fibers selected from the group consisting of polypropylene, polyethyl- 
ene, polyester, cellulose, rayon, nylon and blends of two or more of such fibers. 

1 4. An elastic laminated sheet as claimed in any one of Claims 1 to 5 or 1 3 or a method as claimed in any one of Claims 
30 6 to 13 wherein the nonwoven fibrous web (9) has a weight of about 8 to 50 g/m 2 (10 to about 60 grams/square 

yard). 

15. An elastic laminated sheet as claimed in any one of Claims 1 to 5, or 13 or 14, or a method as claimed in any one 
of Claims 6 to 14 wherein the film (3) has a thickness on the order of about 6.5 to 250u (0.25 to about 10 mils). 

35 

16. An elastic laminated sheet as claimed in any one of Claims 1 to 5, or 13 to 15. or a method as claimed in any one 
of Claims 6 to 15 wherein the elastomeric film (3) has a thickness on the order of about 6.5 to 50 (0.25 to about 
2 mils) and the nonwoven fibrous web (9) has a weight on the order of about 17 to 33g/m 2 (20 to about 40 
grams/square yard). 

40 

17. An elastic laminated sheet as claimed in any one of Claims 1 to 5, or 13 to 16. or a method as claimed in any one 
of Claims 6 to 16, wherein the polymer of the elastomeric film (3) is selected from the group consisting of a poly(eth- 
ylene-butene), poly(ethylene-hexene), poly(ethylene-octene) polyfethylene-propylene), poly(styrene-butadiene- 
styrene), poly(styreneHSoprene-styrene). poly(Styrene-ethylene-butylene-styrene). poly (ester-ether), poly(ether- 

45 amide), poly(ethylene-vinylacetate), poly(ethylene-methylacrylate), poly(ethylene-acrylic acid), polyethylene buty- 
lacrylate), polyurethane, poly(ethylene-propylene-diene), and ethylene-propylene rubber. 

18. An elastic laminated sheet according to any one of Claims 1 to 5, or 13 to 17, or a method as claimed in any one 
of Claims 6 to 1 7, wherein the polymer of the elastomeric film (3) is a polyolef in polymer produced by a single site 

so catalyst 

19. An elastic laminated sheet or method as claimed in Claim 18 wherein the polyolefin is derived from the polymeri- 
zation of monomers selected from the group consisting of ethylene, propylene, styrene, butene, hexene and 
octene, and mixtures thereof. 

55 

PatentansprOche 

1 . Elastischer laminierter Bogen aus einem nichtgewebten Faservlies und einem elastomeren Rim. umfassend einen 
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elastomeren Rim (3) und ein nichtgewebtes Faservlies (9), das auf eine Rache des Rims laminiert wird. so daB 
der laminierte Bogen (12) entsteht, wobei der laminierte Bogen (12) eine Vielzahl von Fasern aufweist die von der 
laminierten Flache nach aufJen wegverlaufen, die durch schrtttweises Strecken des laminierten Bogens (12) ent- 
lang Linien im wesentlichen gleichmaBig Ober den laminierten Bogen (1 2) und durch seine gesamte Tiefe gebildet 
5 wird, wobei der laminierte Bogen (12) streckbar und wiederhersteiibar ist und nach dem Strecken auf 50% seiner 
ursprunglichen Form einen Verformungsrest von nicht mehr als 10% hat. 

2. Elastischer iaminierter Bogen nach Anspruch 1 , der durch Extrusion oder adhasive Lamination gebildet wird. 

io 3. Elastischer Iaminierter Bogen nach einem der AnsprOche 1 oder 2, der schrittweise in Querrichtung gestreckt wird, 
urn einen streckbaren und wiederherstellbaren Verbundstoff in der genannten Querrichtung zu bilden. 

4. Elastischer Iaminierter Bogen nach einem der vorherigen AnsprOche. der sowohl in seiner Querrichtung als auch 
in seiner Langsrichtung schrittweise gestreckt wird, urn einen streckbaren und wiederherstellbaren Verbundstoff zu 

is bilden, der sowohJ in der genannten Querrichtung als auch in der Langsrichtung streckbar und wiederhersteiibar 
ist. 

5. Elastischer Iaminierter Bogen nach einem der vorherigen AnsprOche, bei dem ein nichtgewebtes Faservlies (9) auf 
beide Flachen des Films (3) laminiert wird. so daB der laminierte Bogen (12) entsteht. 

20 

6. Verfahren zum Herstellen eines elastischen laminierten Bogens aus einem nichtgewebten Faservlies und einem 
elastomeren Rim. umfassend die folgenden Schritte: EinfOhren eines nichtgewebten Faservlieses (9) und eines 
elastomeren Films (3) in eine Eindestation (4, 5). Regeln der Druckkraft zwischen dem Vlies und dem Film an der 
Bindestation, urn zum Formen eines laminierten Bogens (12) eine Flache des Vlieses (9) an den Film (3) zu bin- 

25 den. wobei der laminierte Bogen elastisch ist und eine ursprOngliche Form hat Aufbringen einer schrittweisen 
Druckkraft auf den laminierten Bogen (12) entlang Linien im wesentlichen gleichmaBig Ober den laminierten Bogen 
und durch seine gesamte Tiefe, urn das Vlies (9) und den Rim (3) auf wenigstens 50% ihrer ursprunglichen Form 
zu strecken. Wegnehmen der Streckkraft von dem laminierten Bogen (12), so daB der elastomere Film (3) seine 
Form im wesentlichen wiedergewinnt, der Bogen einen Verformungsrest von nicht mehr als 10% hat und die 

30 Fasern des Vlieses (9) somit dazu gebracht werden, von der gebundenen Vliesf lache nach auBen wegzuverlaufen, 
urn dem laminierten Bogen (12) Volumen zu verleihen. 

7. Verfahren nach Anspruch 6, bei dem die Bindestation Quetschwalzen umfaBt und bei dem der laminierte-Bogen 
durch Extrusion oder adhasive Lamination geformt wird. 

35 

8. Verfahren nach Anspruch 6 Oder Anspruch 7, bei dem die Bindestation Quetschwalzen (4, 5) umfaBt und der Film 
(3) in der Quetschwalze an das Vlies (9) gebunden wird. indem ein elastomeres Extrudat bei einer Temperatur Ober 
seinem Erweichungspunkt in die Quetschwalze extrudiert wird, urn einen Rim zum Binden an das Vlies zu formen. 

40 9. Verfahren nach Anspruch 6 oder Anspruch 7, ferner umfassend den folgenden Schritt: Extrudieren des Rims (3) in 
Quetschwalzen (4, 5) zum Extrusionsbeschichten mit dem nichtgewebten Faservlies (9), indem das Vlies in die 
Quetschwalze eingefOhrt und das Laminat (12) anschlieBend einem schrittweisen Inline-Strecken unterzogen wird. 

1 0. Verfahren nach Anspruch 6 oder Anspruch 7, bei dem der Rim (3) mit Hilfe von Webstoff an das Vlies (9) gebunden 
45 wird. 

11. Verfahren nach einem der AnsprOche 6 bis 10, bei dem das schrittweise Strecken des Bogens (12) in einer Quer- 
richtung durchgefuhrt wird, urn einen strectoaren und wiederherstellbaren Verbundstoff in Querrichtung zu formen. 

50 1 2. Verfahren nach einem der AnsprOche 6 bis 1 1 , bei dem das schrittweise Strecken des Bogens (1 2) in Querrichtung 
und in Langsrichtung durchgefuhrt wird. urn einen streckbaren und wiederherstellbaren Verbundstoff zu formen. 
der in der genannten Querrichtung und in der genannten Langsrichtung streckbar und wiederhersteiibar ist. 

13. Elastischer Iaminierter Bogen nach einem der AnsprOche 1 bis 5 oder Verfahren nach einem der AnsprOche 6 bis 
55 1 2. bei dem das Faservlies (9) Fasern enthalt, die aus der Gruppe bestehend aus Polypropylen, Pdyethylen, Poly- 
ester, Zellulose, Reyon, Nylon und Mischungen aus zwei oder mehreren solcher Fasern ausgewahlt werden. 

14. Elastischer Iaminierter Bogen nach einem der AnsprOche 1 bis 5 oder 13 oder Verfahren nach einem der AnsprO- 
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che 6 bis 13, bei dem das nichtgewebte Faservlies (9) ein Gewicht von etwa 8 bis 50 g/m 2 (10 bis etwa 60 g/yd 2 ) 
hat 

15. Elastischer laminierter Bogen nach einem der AnsprOche 1 bis 5 Oder 13 Oder 14 Oder Verfahren nach einem der 
5 AnsprOche 6 bis 1 4, bei dem der Film (3) eine Dicke in der GrOGenordnung von etwa 6,5 bis 250 \i (0.25 bis etwa 

10 mil) hat 

16. Elastischer laminierter Bogen nach einem der AnsprOche 1 bis 5 Oder 13 bis 15 oder Verfahren nach einem der 
AnsprOche 6 bis 1 5, bei dem der elastomere Film (3) eine Dicke in der GrOGenordnung von etwa 6,5 bis 50um (0,25 

10 bis etwa 2 mil) hat und das nichtgewebte Faservlies (9) ein Gewicht in der GrOGenordnung von etwa 1 7 bis 33 g/m 2 
(20 bis etwa 40 g/yd 2 ) hat. 

17. Elastischer laminierter Bogen nach einem der AnsprOche 1 bis 5 Oder 13 bis 16 Oder ein Verfahren nach einem der 
AnsprOche 6 bis 16, bei dem das Polymer des eiastomeren Films (3) aus der Gruppe gewahlt wird, bestehend aus 

15 Poly(Ethylenbuten), Poly(Ethylenhexen), Poly(Ethylenocten), Pdy(Ethylenpropylen), Poly(Styrol-Butadien-Styrol), 
Poly(Styrol-lsopren-Styrol), Poly(Styrol-Ethylen-Butylen-Styroi), Poly(Ester-Ether), Poly( Ether- Amid), Poly(Ethy1en- 
Vinylacetat). Poly(Ethylen-Methylacrylat), Poly(Ethylen-Acrylsaure), Poly(Ethy1en-Butylacrylat). Polyurethan, 
Poly(Ethylen-Propylen-Dien) und Ethyl en-Propylen-Kautschuk 

20 18. Elastischer laminierter Bogen nach einem der AnsprOche 1 bis 5 Oder 13 bis 17 oder Verfahren nach einem der 
AnsprOche 6 bis 17, bei dem das Polymer des eiastomeren Films (3) ein von einem Einzelort-Katalysator herge- 
steiltes Polyolefinpolymer ist 

19. Elastischer laminierter Bogen oder Verfahren nach Anspruch 18, bei dem das Polyolefin von der Polymerisation 
25 von Monomeren abgelertet ist die aus der Gruppe bestehend aus Ethylen, Propylen, Styrol, Buten, Hexen und 
Octen und Gemischen davon gewahlt werden. 

Revendications 

30 1 . Feuiile Iaminee elastique de voile fibreux non tisse et film elastomere comprenant un film elastomere (3) et un voile 
fibreux non tisse (9) lamine a une surface du film pour fournir la feuiile Iaminee (12), la feuiile Iaminee (12) ayant 
una multitude de fibres s'etendant vers I'exterieur depuis la surface Iaminee formee par etirement incrementief de 
la feuiile Iaminee (12) le long de lignes substantiellement uniformement transversales a la feuiile Iaminee (12) et 
sur toute sa profondeur, la feuiile Iaminee (12) etant etiraWe et recuperable. et ayant une d6formation permanente 

35 ne depassant pas 1 0% apres avoir ete etiree a 50% de sa forme d'origin e. 

2. Feuiile Iaminee elastique selon la Revendication 1 formee par extrusion ou laminage adhesif. 

3. Feuiile Iaminee elastique selon la Revendication 1 ou la Revendication 2 etiree incrementiellement dans une direc- 
40 tion transversaie pour former un composite etrable et recuperable dans ladite direction transversale. 

4. Feuiile Iaminee Slastique selon I'une quelconque des revendications precedentes, etiree incrementiellement dans 
sa direction transversale et sa direction longitudinal e pour former un composite etirable et recuperable qui est eti- 
rable et recuperable dans lesdites directions transversale et longitudinal e. 

45 

5. Feuiile Iaminee elastique selon I'une quelconque des revendications precedentes, dans laquelle un voile fbreux 
non tisse (9) est lamine aux deux surfaces du film (3) pour fournir la feuiile Iaminee (12). 

6. Methode de fabrication d'une feuiile Iaminee elastique d'un voile fibreux non tisse et d'un film elastomere compre- 
50 nant I'introduction cfun voile fbreux non tiss6 (9) et d'un film elastomere (3) dans une station de collage (4,5), la 

regulation de la force de compression entre le voile et le film a la station de collage pour coller une surface du voile 
(9) au film (3) afin de former une feuiile Iaminee (12), la feuiile Iaminee 6tant elastique et ayant une forme originale, 
rapplication d'une force d'6tiremertt incrementielle a la feuiile Iaminee (12) 6uivant des lignes substantiellement uni- 
formement transversales a la feuiile Iaminee et sur toute sa profondeur pour etirer le voile (9) et le film (3) a au 
55 moins 50% de sa forme d'origine, la suppression de la force d'etirement de la feuiile Iaminee (1 2), de telle sorte que 
le film elastomere (3) recouvre substantiellement sa forme, la feuiile a une deformation permanente maximale de 
10%, ce qui fait ainsi etendre les fibres du voile (9) vers I'exterieur de la surface du voile collee pour donner du gon- 
flant a la feuiile Iaminee (12). 
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7. Methode selon la Revendication 6 dans laquetle la station de collage est une paire de rouleaux de pincage et dans 
laquelle la feuille laminee est formee par extrusion ou laminage adhestf . 

8. Methode selon la Revendication 6 ou la Revendication 7. dans laquelle la station de collage est une paire de rou- 
leaux de pingage (4,5) et le film (3) est colle au voile (9) au niveau des rouleaux de pincage par extrusion dans la 
paire de rouleaux d'un extrudat elastomere a une temperature superieure a son point de ramollissement pour for- 
mer un film a coller avec le voile. 

9. Methode selon la Revendication 6 ou la Revendication 7 comprenant en outre les etapes d'extrusion du film (3) 
dans une paire de rouleaux de pincage (4, 5) pour laminage par extrusion avec le voile fibreux non tisse (9) par 
introduction du voile dans la paire de rouleaux suivie de retirement incrementiel en ligne du lamine (12). 

10. Methode selon la Revendication 6 ou la Revendication 7 dans laquelle le film (3) est colle au voile (9) au moyen 
d'un adhesif. 

11. Methode selon I'une quelconque des Revendications 6 a 10 dans laquelle retirement incrementiel de la feuille (12) 
est dans une direction transversale pour former un composite etirable et recuperable dans la direction transversale. 

1 2. Methode selon I'une quelconque des Revendications 6 a 11 dans laquelle retirement incrementiel de la feuille (12) 
est a la fois dans la direction transversale et dans la direction longitudinale pour former un composite etirable et 
recuperable qui est etirable et recuperable dans lesdites directions transversale et longitudinale. 

1 3. Feuille laminee elastique selon I'une quelconque des Revendications 1 a 5 ou methode selon I'une quelconque des 
Revendications 6 a 12 dans laquelle le voile fibreux (9) comprend des fibres selectionnees dans le groupe compre- 
nant le polypropylene, le polyethylene, le polyester, la cellulose, la rayonne, le nylon et des melanges de deux ou 
plus de ces fibres. 

14. Feuille laminee elastique selon I'une quelconque des Revendications 1 a 5 ou 1 3, ou methode selon i'une quelcon- 
que des Revendications 6 a 13 dans laquelle le voile fibreux non tisse (9) a un poids d'environ 8 a 50 g/m 2 (10 a 
environ 60 grammes/yard 2 ). 

15. Feuille laminee elastique selon I'une quelconque des Revendications 1 a 5, ou 13 ou 14, ou methode selon I'une 
quelconque des Revendications 6 a 14 dans laquelle le film (3) a une epaisseur de I'ordre d'environ 6,5 a 250 u 
(0,25 a environ 10 milliemes de pouce). 

16. Feuille laminee elastique selon I'une quelconque des Revendications 1 a 5, ou 13 a 15, ou methode selon I'une 
quelconque des Revendications 6 a 1 5 dans laquelle le film elastomere (3) a une epaisseur de I'ordre d'environ 6,5 
a 50 jim (0,25 a environ 2 milliemes de pouce) et le voile fibreux non tisse (9) a un poids de I'ordre d'environ 17 a 
33 g/m 2 (20 a environ 40 grammes/yard 2 ). 

17. Feuille laminee elastique selon I'une quelconque des revendications 1 a 5, ou 13 a 16, ou methode selon I'une 
quelconque des Revendications 6 a 16, dans laquelle le polymere du film elastomere (3) est choisi dans le groupe 
comprenant un poly(ethylene-butene), poly(ethylene-hexene), poly(ethyiene-octene), poly(etriylene-propylene), 
poly(styrene-butadiene-styrene). poly(styrene-isoprene-styrene), poly(styrene-ethylene-butylene-styrene), 
poly(ester-ether), poly(ether-amide), poly(ethylene-vinylacetate), poly(ethy1ene-methytacrylate), poly (ethylene- 
acide acrylique), poly (ethylene butylacrylate), polyurethane, poly(ethylene-propylene-diene), et caoutchouc 
d'ethylene-propylene. 

18. Feuille laminee elastique selon I'une quelconque des Revendications 1 a 5, ou 13 a 17, ou methode selon I'une 
quelconque des Revendications 6 a 1 7, dans laquelle le polymere du Urn elastomere (3) est un polymere polyde- 
fine produit par un catalyseur autonome. 

19. Feuille laminee elastique ou methode selon la Revendication 18, dans laquelle la polyolefine est deriveede la poly- 
merisation de monomeres choisis dans le groupe comprenant I'ethylene, le propylene, le styrene, le butene. 
I'hexene et I'octene, et des melanges de ces elements. 
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